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This listing of claims will replace all prior versions, and 
listings, of claims in the application: 

Listing of Claims ; 

1. (Canceled) 

2. (Original) A method for preparing a radiation image 
conversion panel, which comprises the steps of: 

(a) applying onto a support a stimulable phosphor coating 
composition comprising a stimulable phosphor and a polymer resin 
to form a stimulable phosphor layer; 

(b) drying the stimulable phosphor layer,- and 

(c) subjecting the stimulable phosphor layer on the support to a 
compression treatment employing a calender roller which comes 
into contact with the stimulable phosphor layer to form 

the radiation image conversion panel , ' wherein the calender roller 
has a crown value of 10 to 1,000 )im. 

3 . (Canceled) 

~2~ 
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4. (Canceled) 

5. (Original) The method for preparing a radiation image 
conversion panel of claim 2, wherein the polymer resin in the 
step (a) comprises a polymer having a glass transition point of 
not more than 5 °C and not less than - 3 0 °C and the polymer 
accounts for at least 50 weight % of the polymer resin in the 
stimulable phosphor layer; and the temperature of the calender 
roller in the step (c) is not less than the glass transition 
point of the polymer resin and not more than a glass transition 
point of the support . 

6 . (Canceled) 

7. (Original) The method for preparing a radiation image 
conversion panel of claim 2, wherein che compression treatment in 
the step (c) is carried out at a pressure of 500 to 5,000 N/cm 
and at a temperature of 50 to 150 °C. 

8 . (Canceled) 
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9, (Currently Amended) r h a meth o d f o x preparing a radiaLiuu 
ima ge c onversion panel— of claim -r r A m e chod for preparing a 
radiati on image conversion panel, which comprises the steps of: 

(a) applying onto a support a stimulable phosphor coating . 
composition comprising a stimu lable phosphor and a polymer resin 
t_o_ f orm a stimulable phosphor laver: 

(b) drying the stimulable phosphor layer; and 

(c) subjecting the stimulable phosphor__layer on the support to a 
compression treatment employing a calender roller which comes 
into contact with the stimulable phosphor laver to form the 
radiation image conversion panel, wherein the calender roller 
comprises a resin and the surface o f ^he calender roller has a 
Shore D hardness of D8Q _ tp D97 g and wherein the calender roller 
in the step (c) has a center -line mean surface roughness Ra of 
0.05 to 3 una. 

10. (Original) The method for preparing a radiation image 
conversion panel of claim 2, wherein the calender roller in the 
step (c) has a center-line mean surface roughness Ra of 0.05 to 
3 iam. 
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11- (Currently Amended) The m e LixuJ f u i preparing a 
radiatio n ima ge coiryftarsron pan e l of claim 3, A method for 
prepar ing a radiation _image conversion panel, which comprises the 
steps of: 

(a) appl ying onto a support a stimulable phosphor coating 
composition comprising a stimulable phosphor and a poly mer resin 
to form a stim ulable phosphor layer, wherein the polymer resin 
comprises a polymer having a qI^ss transition point of not more 
than 5 °G and not less than - 30 ° C and the polymer accounts for 
at least 50 weight % of the polymer resin in the stimulable 
phosphor layer: 

(b) drying the stimulable phosphor layer; and 

(c) sub jecting the stimulable phosphor layer on the support to a 
compression treatment employing a calender roller which comes 
into contact with the stimulable phosphor layer to form the 
radiation image conversion pa nel where in the temperature of the 
calender roller ig noc iesSS than the glass transition point of 
the polymer resin and not more than a glas_s__transition point of 
the support and wherein the calender roller in the step (c) has a 
center-line mean surface roughness Ra of 0-05 to 3 um. 
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12. (Canceled) 

13. (Original) The radiation image conversion panel 
prepared according to the method of claim 2 . 

14 . (Canceled) 

15. (Canceled) 

16. (Original) The radiation image conversion panel of 
claim 13, wherein the stimulable phosphor incorporated in the 
stimulable phosphor layer is an Eu added BaFI compound. 

17. (Canceled) 

18. (Canceled) 

19. (Original) A method for capturing a radiation image, 
which comprises the steps of: 

(a) irradiating the radiation image conversion panel of claim 13 
from the support side of the radiation image conversion panel 

-6- 
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with X-ray which passes through an object being diagnosed so that 
to store a radiation energy; 

(b) stimulating the stimulable layer with an electromagnetic wave 
to produce stimulated luminescence; and 

(c) reading the stimulated luminescence from the stimulable 
phosphor layer side. 

20, (Canceled) 

21. (Canceled) 
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